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JEWELRY & ENAMELING

PROCESSES

Transferring

the

Pattern,

for the

Units

to the Metal

Sawing
p. 31

Filing

Sterling silver sheet 12- or 14-gauge. Transfer
the pattern for the six units onto fhe silver;
use die wax method.

Saw out the units.

File the edges.

Binding
Soldering

Filing

the

Bezel

Soldering

Filing
Cleaning

JOINING THE RING SHANK AND
THE ORNAMENT

Bind the bezel to the shank.
Solder together.

File the upper edge of the bezel to about 28-
gauge.

Place the ring of wire around the bezel so that

it touches the ring shank at two points.

Solder in place.

Place the three units on one side so as to touch

the shank and bezel and to fit over the wire ring.

Solder in place,

Repeat on the other side of the shank with the

other three units.

File to true.

Remove excess solder with a file and scotch
stone.